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® A long-acting pharmaceutical preparation comprising a core part containing a drug and a swelling agent and, 
formed thereon, a coating film containing a biodegradable high-moiecular substance, wherein the swelling agent 
is contained in an amount sufficient to burst the coating film after a given period of time. This preparation allows 
the duration of drug release to be controlled arbitrarily and is suitable for not only oral administration but also 
intrartiuscular and sub-cutaneous administration. 
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TECHNICAL FIELD 

This invention relates to a delayed action preparation, which finds application in the field of medicine. 
5 BACKGROUND ART 

known from Japanese Patent Publication S-60-100516^ 3-62-30709 referred to above, the 

DISCLOSURE OF INVENTION 

synthetic polyrr^ers (for example, polyv.nyl acetate. pdy«;ryl^ S^^m M etc.). organic salts (for 
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etc.). tartaric acid and urea. The low-substituted liydroxypropylcellulose mentioned above is a substituted 
cellulose as substituted by hydroxypropyl within the range of 6 to 16% by weight as hydroxy propoxy. 

When the delayed action preparation of the invention is intended for administration by a non-oral route, 
e.g. intramuscular or subcutaneous administration, it Is preferable to use, among the above-mentioned 
5 swelling agents, those species which are susceptible to decomposition by physiological enzymes etc.. such 
as the biodegradable high molecular weight substances mentioned hereinbefore. 

The coating material for use in the delayed action preparation of the invention Is a biodegradable high 
molecular weight substance such as, for example, various polyesters [e.g. polylactic acid, polyglycollic acid, 
poly-(-caprolactone, poly (lactic acid-co-glycollic acid), poly-i3-hydroxybutyric acid, polyhydroxyvaleric acid, 
10 polyhydroxybutyric acid-hydroxyvaleric acid copolymer, etc.], polycyanoacrylates. poly{amino acids), poly- 
(ortho-esters) and polycarbonates. 

The delayed action preparation of the invention includes beads and granules, among other forms. 
For the manufacture of the delayed action preparation of the invention, beads or granules either coated 
with the drug or containing the drug are first prepared. 
75 By way of illustration, nonpareil beads (microspheres of sucrose, manufactured by Freund Industries) 
are swirled in a centrifugal granulator or agitated in an air stream in a fluidized-bed granulator. 

With a centrifugal granulator, the drug is deposited on the core beads with a spray-mist of a solution of 
a suitable binder (e.g. hydroxypropylmethylcellulose, methylcellulose, polyvinylpyrrolidone, sodium alginate, 
collagen, fibrinogen, sodium hyaluronate. etc.) in a solvent (e.g. water, ethanol, etc.)- 
20 When a fluidized-bed granulator is used, the drug is dissolved or suspended In a binder solution such 
as that mentioned above and the nonpareil cores are coated with the resulting solution or suspension. 

As an alternative procedure, granules each containing the drug, an excipient (e.g. sucrose, lactose, 
mannitol, microcrytalllne cellulose, etc.) and those additives which are conventionally used in the field are 
manufactured by the conventional pharmaceutical procedure. 
25 The beads or granules carrying or containing the drug as prepared above are then coated with said 
swelling agent in the same manner as described above. 

In the delayed action preparation of the invention, each of the drug layer and the swelling agent layer Is 
not limited to single layer. 

Thus, if necessary, a plurality of layers of the drug and of the swelling agent may be alternately 
30 deposited by the above-described procedure so as to achieve various patterns of drug release. 

A further alternative technique for providing the delayed action preparation of the invention is as follows. 

Using nonpareil beads as the cores, a mixture of the drug and swelling agent is deposited on the cores 
in the same manner as above. 

As a still further alternative, core granules each containing the drug and swelling agent as well as the 
35 excipient and additives mentioned above are prepared by the conventional procedure. 

Where gelatin or the like is used as the swelling agent, a solution of the drug in a warm aqueous 
solution of the swelling agent is dripped into a cooled oily medium [e.g. Panacete 810 (the trademark of 
Nippon Oils and Fats] and the mixture is washed free of the oily medium and dried to provide core granules 
containing the swelling agent and drug. 
40 Where chltosan is used as the swelling agent, chltosan is dissolved in water in the presence of an acid 
(e.g. hydrochloric acid or glacial acetic acid) and this chltosan solution is dripped into a bath containing the 
drug and a base (e.g. sodium tripolyphosphate. sodium hydroxide, etc.) to coagulate chltosan to give core 
granules and the system is ripened for gradual saturation with the drug. Thereafter, the system is washed 
free of the base and dried to provide chltosan core granules containing the drug, 
45 Finally the core granules containing the drug and swelling agent, as prepared by any of the above- 
described processes, are coated with a coating material containing a biodegradable high molecular weight 
substance and suitable additives (e.g. talc, polyethylene glycol, silicone, diethyl sebacate, titanium dioxide, 
etc.) by the conventional procedure. 

By way of Illustration, the above beads or granules are placed in a fluidized-bed granulator and, under 
50 agitation with an air stream, the respective particles are coated with a solution of said biodegradable high 
molecular weight substance in a suitable solvent (e.g. ethanol. dichloromethane. etc.) containing said 
additives, either dissolved or suspended. 

The amount of the drug in the delayed action preparation of this invention, thus manufactured, is 
preferably 0.05 to 20% by weight but this range is not critical and can be broadened according to the 
55 dosage of the drug, for instance. 

It is essential that the swelling agent should be contained in an amount just sufficient to cause a 
explosion of the outer membrane of biodegradable high molecular weight substance on hydration and 
expansion at a predetermined time after administration. The amount of the swelling agent in the delayed 
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Release Test 1 

Test preparation 1 : 
Test preparation 2: 
Test preparation 3: 



The preparation prepared in Example 1 which appears hereinafter [l-polylactic 
acid coverage of 24% by weight] 

The preparation prepared in Example 1 [t-polylactic acid coverage of 49o/o by 
^ZTe granule preparated in Example 1 [without t-polyiactlc acid coverage 
of] 



20 Method 

Dissolution Test. Method II, of Japanese Pharmacopoeia XI 
(paddle method: physiological saline 900 ml. 37 -C. 100 rpm) 

25 Results 

The dissolution test data are shown in Table 1 . 



Table 1 
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Test 
preparation 


Release rate (%) 




1 




10 Min. 


30 Min. 


60 Min. 


90 Min. 


1 20 Min. 


180 Min. 


240 Min. 


1 


0.0 


1.4 


28.0 


58.5 


81.8 


96.6 


100 


2 


00 


0.2 


9.0 


28.1 ' 


53.3 


iai 


100 


3 


89.2 


100 


100 


100 


100 


100 


100 
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The preparation prepared in Example 4 which appears hereinafter ll-polylactic 
acid coverage of 43% by weight] , . 

The preparation prepared in Example 4 [t-polylactic acd coverage of 58/o by 

The ^ore granule prepared in Example 4 [without l-polylactic acid coverage of] 



Release test 2 

Test preparation 4: 
Test preparation 5: 
Test preparation 6: 
50 Method 

Dissolution Test, Method II, of Japanese Pharmacopoeia XII 
[paddle method: distilled water 900 ml. 37 'C. 100 rpm] 

55 Results 

The dissolution test data are shown in Table 2. 
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Table 2 



Test 
prepa- 
ration 






Release rate 


(%) 






0.5 

Hr. 


1 

Hr . 


2 

Hr. 


4 

Hr. 


6 

Hr. 


B 

Hr. 


10 

Hr. " 


4 


0 


0 


6.9 


40.2 


68.2 


85.6 


94.2 


5 


0 


0 


0 


0 


0 


0 


8.1 


6 


100 















Test 
prepa- 
ration 










Release 


rate 


(%) 




12 
Hr. 




14 
Hr. 




16 
Hr. 


20 
Hr . 


24 

Hr . 


36 
Hr. 


4 


97. 


4 


99. 


3 


100 








5 


19. 


5 


.31. 


8 


42.6 


62.1 


77.5 


100 


6 



















Bioavailability test 

The above preparations 4 through 6 were respectively administered, in a dose of 10 nng (as cytarabine)- 
/kg. subcutaneously at the back of male SD rats (b.wt. 230 g - 270 g, n=3 for each dosage fornn). Blood 
sampling was serially carried put and the plasnna concentration of cytarabine in each sample was 
determined by high-perfomnance liquid chromatography. 
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Test 
prepa- 
ration 


Plasma cytarabine 


concentration 


(ug/ml) 




0.5 
Hr . 


1 

Hr. 


2 

Hr. 


4 

Hr . 


6 

Hr . 


8 

Hr . 


10 
Hr. 


4 


0 


0 


0.1 


0.9 


1.6 


1.5 


1.2 


5 


0 


0 


0 


0 


0 


0 


0.4 


6 


4.0 


6.4 


4.1 


1.3 


0.3 


0.1 


0 
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Test 
prepa- 
ration 


Plasma cytarabine 


concentration 


(p-g/ml) 




12 
Hr . 


14 
Hr . 


16 
Hr . 


20 
Hr. 


24 
Hr . 


36 
Hr. 


20 


4 


0.7 


0.4 


0.2 


0 








5 


1.4 


1.5 


1.5 


1.2 


0.9 


0.1 


25 


6 















(mean of 3 animals) 

It is apparent from the above results of Release Tests 1 and 2 that, In the delayed action preparation of 
30 the Invention, the drug begins to be released with a definite time lag and is completely released in a definite 
time and that this lag time can be freely controlled by adjusting the amount of biodegradable high molecular 

weight substance. 

It is also clear from the results of the above bioavailability test that the delayed action preparation of this 
invention releases the drug with a definite time lag even in vivo to thereby maintain the blood concentration 
35 of the drug. 

Therefore, the delayed action preparation of this invention offers the following advantages. 

(1) The rate and pattern of drug release are indifferent to the inherent solubility and dissolution rate of 
the drug; 

(2) the rate and pattern of drug release are not dependent on the pH of body fluid; 
40 (3) the drug is completely released from the administered preparation; 

(4) the lag time of drug release can be freely controlled by adjusting the type and amount of swelling 
agent and the type and amount of biodegradable high molecular weight substance used as the coating 
material in the preparation; 

(5) a variety of release patterns (e.g. zero-order, repeat and other kinetics) can be obtained by using 
45 beads or granules with dissimilar lag times in a pertinent combination; and 

(6) since the outer membrane is made of a biodegradable high molecular weight substance, the outer 
membrane is gradually decomposed after release of the drug and does not remain in the body so that 
the preparation can be utilized not only for oral administration but also for administration by other routes, 
e.g. intramuscular or subcutaneous administration. 

50 The following examples are intended to describe the invention in further detail. 

Example 1 

The powdery drug (0.6 g) was dissolved in a 15% aqueous solution of gelatin (400 nnl) prewarmed to 
56 60 'C and the solution was dripped from a 1.2 nnm-diameter nozzle into a cooled coagulation bath 
containing Panacete 810 (2 1) to provide drug-containing gelatin beads about 4 mnn in diameter. The beads 
were transferred into chlorofluorocarbon-11 (500 ml) for washing off Panacete 810 and dried to provide 
drug-containing gelatin beads about 2 mm in diameter. 
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Using a fluidized-bed granulator (Freund Industries), these core beads (20 g) were coated with a 
solution of Jt-polylactic acid (20 g) in ethanol-dichloromethane (2:3) (500 ml) to provide two delayed action 
preparations with l-polylactic acid coverages of 24% and 49% by weight. 

5 Example 2 

Chltosan (20 g) was dispersed in distilled water (1 t) and after addition of glacial acetic acid (15 ml), the 
dispersion was stirred for 30 minutes to prepare a clear chltosan solution. 

This solution was dripped from a 1 .2 mm (dia.) nozzle into a coagulation bath prepared by dissolving 
the powdery drug (20 g) in 2% aqueous sodium tripolyphosphate (2 Jt) to provide chitosan beads about 4 
mm in diameter. The system was gently stirred for 12 hours for saturation with the drug. The beads were 
then washed with methanol and dried to provide drug-containing chitosan beads about 1 mm in diameter. 

Using a fluidized-bed granulator, the above core beads (10 g) were coated with a solution of l-polylactic 
acid (10 g) in ethanol-dichloromethane (2:3) (250 ml) to provide a delayed action preparation with a l- 
polylactic acid coverage of 29% by weight. 

Example 3 

Using a fluidized-bed granulator. nonpareil beads (400 g). 350 to 500 um in diameter, were coated with 
a solution of the powdery drug (8 g) in 0.1% aqueous sodium hyaluronate (400 ml). 

Using a centrifugal granulator (Freund Industries), the above drug-coated granules (400 g) were further 
spray-coated with a solution of sodium hyaluronate (600 g), i.e. a swelling agent, in 60% ethanoL 

The granules (20 g) thus obtained were coated with a solution of l-polylactic acid (20 g) in ethanol- 
dichloromethane (2:3) (500 ml) in a fluidized-bed granulator to provide a delayed action preparation with a 
l-polylactid acid coverage of 40% by weight. 

Example 4 

A solution of cytarabine (5 g) in a 20% aqueous solution of gelatin prewarmed to 60-C (520 ml) was 
dripped from a 1 mm (dia.) nozzle into a cooled coagulation bath of Panacete 810 (2 I) to provide 
cytarabine-containing gelatin beads about 3 mm in diameter. 

After drying, the beads were transferred into chlorofluorocarbon-1 1 (1 i) for washing off Panacete 810 
and dried again to provide 5% cytarabine-containing gelatin beads 1.8 mm in diameter. 

Using a fluidized-bed granulator. these core beads (50 g) were coated with a solution of l-polylactid 
acid (100 g) in ethanol-dichloromethane (3:4) (2l)to provide two delayed action preparations with i- 
polylactid acid coverages of 43% and 58% by weight. 

Example 5 

The cytarabine-containing gelatin core beads prepared in Example 4 (20 g) were coated with a solution 
of poly(d I -lactic acid-co-glycollic acid) (20 g) in chloroform (600 g) In a fluidized-bed granulator to provide a 
delayed action preparation. 

Example 6 

The cytarabine-containing gelatin core beads obtained in Example 4 (30 g) were coated with a solution 
of poly-/S-hydroxybutyric acid (30 g) in chloroform (1960 g) in a fluidized-bed granulator to provide a 
delayed action preparation. 

50 Example 7 

Chitosan (20 g) was dispersed in distilled water (1 t) and after addition of glacial acetic acid (15 ml), the 
dispersion was stirred for 30 minutes to give a clear chitosan solution. 

This solution was dripped from a 1.2 mm (dia.) nozzle into a coagulation bath prepared by dissolving 
55 cytarabine (10 g) in 2% aqueous sodium tripolyphosphate (2 I) to provide chitosan beads about 4 mm in 
diameter. The system was gently stirred for 16 hours for saturation with the drug. Then, the beads were 
washed with methanol and dried to provide cytarabine-containing chitosan beads about 1 mm in diameter. 
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These core beads (10 g) were coated with a solution of l-polylactic acid (10 g) in ethanol-dich- 
loromethane (2:3) (250 mi) in a fluidized-bed granulator to provide a delayed action preparation. 



Example 8 
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Using a centrifugal granulator, nonpareil beads (800 g), 350-500 urn in diameter, were coated with a 
solution of fluorouracil (10 g) in a 0.01% solution of sodium hyaiuronate in 60% ethanol (2 1). 

Then in the centrifugal granulator. the above fluorouracil-coated beads (400 g) were further spray- 
coated with a solution of sodium hyaiuronate (600 g). a swelling agent, in 60% ethanol 

Using the resulting beads as cores (20 g). a solution of l-polylactic acid in ethanol-dichlorom ethane 
(2:3) (500 ml) was coated to provide a delayed action preparation. 



Claims 

15 1 



20 2. 



A delayed action preparation which comprises a core comprising a drug and a swelling agent and an 
outer membrane comprising a biodegradable high molecular weight substance characterized in tha 
said swelling agent is contained in a sufficient amount to cause a explosion of said outer membrane of 
biodegradable high molecular weight substance at a definite time after administration. 

The delayed action preparation of claim 1 wherein said swelling agent is a biodegradable high 
molecular weight substance. 
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